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Annealing
p. 18

Laying
out the
Pattern
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FOUNDATION

Gauge the metal.

Sterling silver sheet  26-gauge.  Anneal  the
metal.

Determine the diameter and length of the bead.

Cutting

Bending
Binding

Soldering
p. 38

Shaping

Filing
p. 25

Dome
Making
p. 120

Drilling
p. 35
Filing

Cut an oblong strip of silver. The length,
should be three and one-seventh times the
diameter of the collar which forms the center
part of the bead as shown in Fig. 108. The
width of the strip plus the two domes deter-
mines the length of the bead.

Bend so the two edges meet.
Bind to make an even joint.
Solder the seam.

Tap lightly over a round mandrel with a raw-
hide or wooden mallet to form a cylinder.

File the edges even.

Cut and dome two disks.   The base of the
domes should be the diameter of the cylinder.

Drill holes in the center of each dome.
File the base of each dome even.